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@ A process for producing a plastic lens is disclosed, which comprises the steps of: providing a primer layer 
comprising a polyurethane on the surface of a plastic lens substrate; sutisequently providing a hard coat layer 
comprising a silicone resin on the surface of the primer layer, and then providing a single-layer or multi-layer 
anti-reflection coating .on the surface of the hard coat layer by depositing an inorganic material, wrherein the 
polyurethane used for providing tfie primer layer is a thermosetting polyurethane. 
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PROCESS FOR PRODUCING PLASTIC LENS 



FIELD OF THE INVENTION 



The present invention relates to a process for producing a plastic lens which Is excellent in wear 
5 resistance, impact resistance, anti-reflection properties, weather resistance, chemical resistance and the 
adhesion of coated films. 



BACKGROUND OF THE INVENTION 

JO 

Plastics which are light in comparison with glass have been drawn attention as materials for eye-glasses 
In recent years, and many plastic lenses having high refractive index and exhibiting low chromatic 
aberration have been developed. Generally, the plastic lenses have a disadvantage in that they are liable to 

J5 t>e demaged. Hence, a silicone hard coat film Is generally provided on the surface of the lens, and hjrther 
an anti-reflection coating is provided by depositing an inorganic material on the hard coat film to prevent 
surface reflection which causes the flicker of an image. 

However, plastic lenses provided with both the hard coat film and the anti-reflection coating have a 
disadvantage in that they are remarkably inferior in impact resistance to plastic lenses provided with neither 

20 film nor coating or provided with only the hard coat film. Many attempts have been made to solve the 
problem. For example. JP-A-63-87223 (the term "JP-A" as used herein means an "unexamined published 
Japanese patent application") and JP-A-63-141001 disclose a method wherein a primer layer composed of 
a polyurethane resin is provided between the plastic lens and the hard coat film. 

In the method described in JP-A-63-87223 and JP-A-63-14001, a plastic lens is coated with a 

25 polyurethane resin solution and the solvent is then evaporated to form a polyurethane resin layer. The 
resulting polyurethane has no crosslinked structure, that is. the polyurethane is a thermoplastic resin. 
Accordingly, when the lens having the polyurethane layer is immersed in a hard coat solution to provide a 
hard coal layer on the lens, there is a possibility that the polyurethane is dissolved out from the 
polyi'rolhane layer into the hard coat solution. Namely, because the polyi^rethane is soluble in the s^*lvent. 

30: there is a possilwlity that the polyurethane is dissolved out from the laye* i.Uc the hard coat solution which 
is then stained by the polyurethane. 

Although the lens provided with the thermoplastic polyurethane layer meets the requirements of FDA 
Standard 801.410 with respect to impact resistance, the layer no longer always withstand greater impacts. 

35 

SUMMARY OF THE INVENTION 



The present inventors have made studies to .solve the above-described problems associated with the 
40 prior art and found that when a primer layer comprising of a thermosetting polyurethane is provided on the 
surface of a plastic lens substrate and a single-layer or multi-layer anti-reflection coating is formed thereon 
by depositing an inorganic material, the resulting plastic lens is superior in impact resistance to the lens 
having the thermoplastic polyurethane layer and there is no fear that the hard coat solution is stained by the 
polyurethane dissolved even when the lens having the polyurethane layer is immersed in the hard coat 
45 solution during the production thereof. 

An object of the present invention is to provide a process for producing a plastic lens which is freed 
from the problems associated with the prior art as mentioned above. 

Another object of the present invention is to provide a process for producing a plastic lens which is 
excellent in wear resistance, impact resistance, anti-reflection properties, weather resistance, chemical 
50 resistance and the adhesion of coated films. 

Other objects and effects of the present invention will become apparent from the following descriptions. 

Accordingly, the present invention provide a process for producing a plastic lens which comprises the 
steps of: providing a primer layer comprising a polyurethane on the surface of a plastic I ns substrate; 
subsequently providing a hard coat layer comprising a silicone resin on the surface of the primer layer; and 
then providing a single-layer or multi-layer anti-refiection coating on the surface of the hard coat layer by 
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depositing an inorganic material, wherein the polyurethane used for providing the primer layer i$ a 
th rmosetting polyurethane. 



DETAII-ED DESCRIPTION OF THE INVENTION 



The present Invention will be illustrated in more detail below. 

Although there is no particular limitation with regard to the types of plastic lens substrates. CR-39 (a 
70 trade name of diethyleneglycolbisallylcarbonate made by PPG Industry) lenses, plastic lenses compound of 
polycartjonate, and plastic lenses composed of a polymer obtained by radical-polymerizing a morwmer 
mixture containing an N-substituted phenylmaleimide derivative are preferred. Among these, a polymer 
obtained by radical-polymerizing a monomer mixture containing an N-substituted phenylmaleimide deriva- 
tive is particulariy prefenred. 

15 ~ the poiymerizatioh method of radical-polymerising a monomer mixture containing ah N-siibstituted 
phenylmaleimide derivative is well known in the art as that of conventional plastic lenses (such as those 
descrit)ed in the Examples hereinafter) and comprises casting a monomer mixture into a nrK>ld assembled 
from a glass mold and a gasket made from an ethylene-vinyl acetate copolymer, heating rt at a 
predetermined temperature for a predetermined period of time, taking out the product from the glass mold 

20 and post-curing it at a predetermined temperature for a predetermined period of time to thereby obtain a 
lens. 

In one emtxxliment of the present invention, a lens is coated with a primer coating composition 
comprising a blocked polyisocyanate and a polyol and the coated primer is then cured by heating to form a 
primer layer. 

25 Polylsocyanates are classified into a blocked type and a non-blocked type. Polyisocyanates that can be 
used in tiie present invention are limited to the blocked type. The term "blocked polyisocyanate" as used 
herein refers to a polyisocyanate wherein isocyanate groups are protected by a blocking agent The reason 
why the polyisocyanates which are used in the present invention are limited to the blocked type is that if 
non-blocked polylsocyanates are used, thie reaction of active hydrogen atoms of polyol witii isocyanate 

30 groups proceeds even at room temperature and the pot life of the coating material is greaUy shortened. On 
the other hand, the bkx:ked polylsocyanates on heating release the blocking agent and then the reaction of 
the refonmed isocyanate groups with active hydrogen atoms takes place. Accordingly, the blocked 
pblyikicyanates have a very long pot life at room temperature. _ . ' V 

Examples of the bk>cked polylsocyanates include addition products obi^ned by bonding two or more 

35 molecules of hexametiiylene dlisocyanate, isophorone diisocyanate. 4,4 -dicyctohexylmethane diisocyanate 
or hydrogenated xylylene diisocyanate, and isocyanurates. albphanates. biurets and carbodlimides which 
are blocked with acetoacetic acid, maionic add, oximes such as methyl ethyl ketoxime or the like. Preferred 
examples of the blocked polyisocyanates include blocked hexamethylene diisocyanate. Particularly pre- 
ferred examples thereof include hexamethylene diisocyanate bk)cked with an oxime such as methyl ethyl 

40 ketoxime. 

Examples of the polyols include compounds having a plurality of hydroxyl groups per molecule and a 
backbone structure of polyester, polyether, polycaprolactone. polycartx)nate or polyacrylate. Prefenred 
examples of the polyols include polyester polyols and polyacrylate polyols. Particularly prefenred examples 
tiiereof include polyacrylate polyols. 

45 The proportion of the bbcked polyisocyanate and tiie polyol Is generally such that ftie molar ratio of 
Isocyanate groups to hydroxyl groups is from 0.8 to 1 .25, and particularly preferably from 0.85 to 1 .2. When 
the ratio is lower tiian 0.8 or higher than 1^, the crosslink density of cured film tends to be low and impact 
resistance may not be improved. 

A curing catalyst must be used in tfie reaction of tiie btocked polyisocyanate with ttie polyol. Prefenred 

50 examples of the curing catalyst Include tertiary amine compounds, organotin compounds and organozinc 
compounds. Examples of the tertiary amine compounds Include triethylamine, N,n',n',n'- 
tetramethylpropylenedlamlne and N.N,N'N'-tetramethylhexamethylenediamine. Examples of the organotin 
compounds Include tin caprylate. dibutyltin diacetate and dibutyltin dilaurate. Examples of the organozinc 
compounds Includ zinc caprylat and zinc naphthenate. The curing catalysts particularly preferably used in 

55 tiie present invention include organotin compounds. Among these, dibutyltin diacetate and dibutyltin 
dilaurate are most prefenred. 

The concentration of the curing catalyst Is generally in the range of from 0.1 to 5 wt%, preferably from 
0.2 to 1.5 wt%, based on the total amount of the blocked polyisocyanate and the polyol. Wh n the 
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concentration is lower than 0.1 wt%. a long curing time tends to be required and hence workability is poor. 
The primer coating composition used in th present invention is diluted with a solv nt. Examples of the 

solvent for use as diluent include alcohols, ketones, est rs and ethers. Otiier conventional solvents can also 

be used. Diacetone alcohol, ethyl acetate and metiiyl thy! keton are particularly preferred. These solvents 
5 may be used either alone or as a mixture of two or more of them. If desired, leveling agent for improving 

coatability, ultraviolet light absort)er for Improving weather resistance and antioxidant may be added to the 

primer coating composition. 

The primer coating composition can t>e coated by any of conventional coating methods such as spin 

coating method, dip coating metiiod. etc. without particular limitation. It is prefenred that the lens is 
10 subjected to a pretreatment such as alkali treatment, plasma treatment or ultraviolet light treatment. 

The primer layer can be fomned by coating a lens with the primer coating material followed by drying if 

necessary, and heating it at a temperature of from 100 to 140* C. and preferably from 110 to 130* C. When 

the temperature Is lower than lOO'C. the blocking agent is not released from the blocked polyisocyanate 

and a curing reaction dpes not proceed, while when the temperature is higher than 140* C. the lens is 
75 defonmed. The curing time varies depending on the heating temperature, but is generally from 15 to 90 

minutes. 

The thickness of the primer layer is from 0.05 to 5 um, and preferably from 0.1 to 2 um. When the 
thickness Is less than 0.05 am, the impact resistance is greatly poor, while vi^hen the thickness is more than 
5 am. surface accuracy is kwered. 
20 The primer layer preferably has a tensile strength of 50 kg/cm^ or merer preferably 70 kg/cm^ or more, 
and an elongation at breakage of 60% or more, preferably 70% or more. If the tensile strength is less than 
50 kg/cm^ or the etongation at breakage is less than 60%, the impact resistance cannot be greatly 
improved. 

In the present invention, a hard coat layer composed of a silicone resin is provided on the above- 
25 described pofyurethane primer layer. Any of silicone resins can be used for the formation of the hard coat 
layer. As the silicone resin, a composition comprising a co-hydrolytic product of (la) a colloidal silica 
preferably having an average particle diameter of from 50 to 200 A and (2) a si lane compound containing 
functional groups such as an epoxy group and a methacryl group, or a co-hydroiitic product of (lb) a sitane 
compound containing no functional group and the above silane compound (2) is preferred. The amount of 
30 the component (la) or (lb) is preferably from 5 to 50 wt% based on the total amount of tiie components 
(la) or (lb), and (2). Examples of the silane compound (2) include 7-glyctdoxypropyltrimethoxysilane. 7- 
glycidoxypropylmethyldiethoxysllane and 7-m©thacroyloxypropyltrimethoxysilane. 

' -The reason why the silicone resins are used is that the silicone re^nr. give s hatd cuii layer having a - 
higher hardness than tiiat of hard coat layers formed from melamine resins or acrylic resins. If such higher 

35 hardness is not required, melamine resins or acrylic resins may be used. 

Hard coat agents (solutions) used in the present Invention Is generally composed of a silicone resin, a 
curing catalyst capable of promoting the reaction of functional groups contained in the silicone resin, and a 
solvent. In the present Invention, any type of sllicor>e hard coat agents can be used, txit a hard coat agent 
of the type In which a co-hydrotitic product of a colloidal silica and a silane compound containing functional 

40 groups is cured by a curing catalyst Is preferably used. 

Hard coat agents (solutions) may be coated by any of conventional metiK>ds such as dip coating 
method, spray coatirtg method, spin coating method, etc. However, dip coating method is most preferred 
from the viewpoint of workability. After the hard coat agent is coated, the agent is cured by means of 
heating, ultraviolet light inradiation. electiron beam irradiation, etc. according to tiie types of hard coat agents 

45 to be cured to form a hard coat layer on the polyurethane primer layer provided on the surface of tf>e 
plastic lens. 

The thickness of the hard coat layer is preferably from 2 to 5 um. 

In the present Invention, a single-layer or multi-layer anti-reflection coating Is further provided on the 
hard coat layer composed of a silicone resin. Examples of materials suitable for use in forming the anti- 
50 reflection coating Include metals and oxides and fluorides of metals or semimetals. More specifically, typical 
examples thereof Include metal oxides such as Si02 and ZrQz and fluorides such as MgF2. The single-layer 
or multi-layer anti-reflection coating can be formed by means of various deposition methods such as 
vacuum deposition, sputtering process. Ion plating metiiod, ion beam assist method or the like. 

Examples of the constitution of the multi-layer anti-reflection coating include that in which a layer 
55 composed of Z1O2 (thickness: Xo/12). a layer composed of SIO2 (thickness: Xo/12). a layer composed of 
Zr02 (thickness: Xo/2), and a layer composed of Si02 (thickn ss: Xo/4) are provided in this order on the 
surface of the hard coat layer. In which Xo represents a wavelength of light of 520 nm. 

According to the present Invention, the primer layer comprising a thermosetting polyurethane is 
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provided between the plastic lens and the hard coat layer. Accordingly, even when the lens ts provided with 
the anti-reflection coating on the surface of the hard coat layer, the I ns meets th r quirem nts f FDA 
Standard 801.410 and Is superior In impact resistance to the lens provided with the primer layer composed 
of a thermoplastic pofyurethane. Further, even when the lens provided with th prim r layer according to 

6 the present invention is immersed in a hard coat solution, there is no fear that pofyurethane is dissolved out 
from the primer layer into the hard coat solution and the solution is stained thereby, because polyurethane 
which is a primer component Is a thermosetting resin. 

The present Invention is now illustrated in greater detail by reference to the following examples which, 
however, are not to be construed as limiting the invention in any way. 

10 The performance of plastic fens having a plurality of films (layers) was evaluated by the following 
methods. 



(1) Adhesion of film (layer) 

Cross-cut tape test was made in the following manner to evaluate the adhesion of film. Namely, 100 
cuts (a cut 1 mm square) were made on the surface of a lens having films thereon. A cellophane adhedve 
tape was sticked thereon and vigorously peeled off. The number of cross-cut portions of film left intact 
without being peeled off firom the fens was counted. The results were expressed by m/100 in which m 
20 represents the number of the remaining cuts. In the result of cross-cut tape test, 100/100 means that the 
film is not peeled off at all. 



(2) Wear resistance 

25 

A plastic lens substrate having a primer layer and a hard coat layer was rubbed with #0000 steel wool. 
The damage was examined, and evaluation was made by the following criterion. 
A: Not damaged even by vigorous rubbing 
B: Sllghtfy damaged by vigorous rubbing 
30 C: Damaged by slight rubbing 

■-■^■(3)Pyeabi^ty ' - ^ - ..^ -A • 

35 A lens was Immersed in a dye bath comprising 2 parts of Plax Brown D (conventional disperse dye, a 
product of Hattori Seiko Co., Ltd.) and 3 parts of Plax dye aid in 1,000 parts of water at 90* C for 10 
minutes to dye It Visible light transmittance was measured with TOPCON Sunglass Tester (manufactured 
by Tokyo Optical Equipments Co.. Ltd.). When the measured value was not higher than 80%, dyeabiflty was 
judged to t>e good. 

40 

(4) Adhesion of anti-reflection coating 

A Si02/Zr02 type five-layer anti-:reftection coating was formed on a plastic lens substrate having a 
45 primer layer and a hard coat layer by means of vacuum deposition. The surface of the anti-reflection 
coating was rubbed with #0000 steel wool. The change in reflected color was examined and evaluation was 
made by the following criterion. 

A: Reflected color was not changed even when vigorously rubbed. 

B: The coating was marred by vigorous rubbing and the marred portion was whitened, but reflected 
so color of area other than marred portion was not changed. 

C: The coating was scraped off by slight rubbing and the rubbed area was completely whitened. 



(5) Impact resistance 

65 

Evaluation was made by means of steel ball drop-weight test Steel balls in order of lightweight given in 
Table 1 were allowed to drop by gravity from a height of 127 cm toward the center of the lens. The weight 
of the steel ball just prior to the first cracked steel ball was referred to as impact resistance. All of the 
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lenses subjected to this test (except Examples 27 and 28) had a central thickness of 1 2 mm. 



(6) Properties of primer layer 

5 

The primer coating composition was coated on a polypropyler^ plate to a dry thickness of about 50 um 
followed by being cured at 120* C for 30 minutes and further at 130* C for 60 minutes. The cured film was 
peeled off from the plate and was cut out by using a die (JIS Dumbt>el No. 2) to form a test piece. The test 
piece W8& measured for the tensile strength and the elongation at breakage by using a mechanical property 
10 tester (StnDgraph R. made by Toyo Seiki Manufacturing. Ltd.) at a tensile rate of 100 mm/min. 

The lenses subjected to the tests for wear resistance, adhesion of anti-reflection coating and impact 
resistance were provided with all of the primer layer, the hard coat layer and the anti-reflection coating. The 
tests on adhesion of film and dyeability were tests on the perfonmance of the lenses provided with the 
primer layer and the hard coat layer before the anti-reflection coating was formed. 



EXAMPLE 1 



20 

(1) Preparation of plastic lens substrate 

A mixed solution consisting of 20 parts by weight of 2-chlorophenylmaleimide, 20 parts by weight of 
2.2-bis(3.5-dibromo-4-methacryloyloxyethoxyphenyl)propane, 30 parts by weight of tribromophenyl 

25 methacrylate. 25 parts by weight of diallyl isophthalate, 5 parts by weight of polyethylene glycol 
dimetharylale (n=4), 1 part by weight of 2-(2'-hydroxy-3',5'-di-tert-butylphenyI)-2-chloroben2triazole as an 
ultraviolet light absorber and 2 parts by weight of t-butyl peroxy(2-ethylhexanoate) as a radical polymeriza- 
tion initiator was cast into a mold assembled from a glass mold and a gasket made from an ethylene-vinyt 
acetate copolymer and heated from 40 to 120* C over a period of 20 hours. The formed lens was taken out 

30 from the glass moW and post-cured at 120* C for one hour. The resulting lens was found to be a good 
optical plastic lens having no internal strain. The thus-obtained lens was used as plastic lens substrate. 

(2) Preparation, coating and curing of primer composition 

35 

A mixture of 5.88 parts by weight of commercially available polyester polyol (Desmophen 670. low 
branched polyester polyol, a product of Sumitomo Bayer Urethane Co.. Ltd.}, 5.51 parts by weight of 
commercially available blocked polyisocyanate (BL-3175. 75% solvent naphtha 100 solution of hex- 
amethytene diisocyanate bkx^ked with oxime, a product of Sumitomo Bayer Uretiiane Co., Ltd.). 0.10 part 

40 by weight of dibutyltin dilaurate as a curing catalyst, 0.10 part by weight of commercially available fluorine- 
containing leveling agent (Ruorad FC-430. fluorinated alky! ester, a product of Sumitomo 3M Co., Ltd.) as a 
leveling agent and 88.43 parts by weight of diacetone alcohol as a solvent was suffk:iently stirred till a 
unrfbrm composition was obtained, thus obtaining a primer composition. 

The plastic lens substrate obtained In the above item (1) was subjected to an alkali treatment as a 

45 pretreatment in such a manner that the lens was immersed in a 8% sodium hydroxide aqueous solution for 
15 minutes at room temperature followed by water washing, ultrasonic cleaning and drying with flon vapor, 
and then coated with ttie primer composition by a dip coating method (pulling-up rate of 200 cm/min). The 
thus-coated lens was air-dried at room temperature for 15 minutes and heat-treated at 120*C for 30 
minutes to cure the primer, whereby a primer layer of 1 .5 iin\ was formed on the lens. 

50 

(3) Coating and curing of silicone hard coat agent 

The surface of the primer layer of the plastic lens substrate having the primer layer obtained in the 
55 atK>ve it m (2) was coated with commercially available dyeable silicon hard coat ag nt (TS-56-T, a product 
of Tokuyama Soda Co., Ltd.) by a dip coating method (pulling-up rate of 60 cm/min). The thus-coated lens 
was air-dried at room temperature for 15 minutes and heat-treated at 130* C for 60 minutes to cure the hard 
coat agent whereby a hard coat layer having a thickness of 3 um.was f rmed. 
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(4) Formation of anti-refiection coating 

A Si02/Zr02 type five-layer anti-reflection coating was fonmed on th plastic len& substrate having th 
primer lay r and the siIicone-t>ased hard coat lay r obtained in the abov item (3). The anti-r flection 
6 coating was composed of a layer of ZTO2 (thickness: Xo/12). a layer of Si02 (thickness: Xo/12), a layer of 
Zr02 (thickness: W2), and a layer of SiOa (thickness: Xo/4) in this order from the hard coat in which Xo 
represents a wavelength of light of 520 nm. 

The adhesion of film Qayer), the wear resistance, the dyeabillty, the adhesion of the anti-reflection 
coating, and the impact resistance of the lens were measured and the results obtained are shown in Table 2 
70 below. 

It is apparent from the test results of Table 2 that the thus-obtained plastic lens having a composite film 
is excellent In adhesion of films, wear resistance, dyeabiiity, adhesion of anti-refiection coating, and impact 
resistance. 

IS 

EXAMPLE 2 



The procedure of Example 1 was repeated except that a mixture consisting of 427 parts by weight of 
20 commercially available polyester polyol (Desmophen 670), 6.28 parts by weight of commercially available 
blocked polyisocyanate (Bumock D-500. 65% ethyl acetate solution of addition product of few molecules of 
toluene diisocyanate blocked with oxime, a product of Dainippon Ink & Chemical Inc.), 0.10 part by weight 
of dibutyltin dilaurale as a curing catalyst, 0.10 part by weight of commercially available fluorine-containing 
leveling agent (Ruorad FC-430) as a leveling agent and 89.25 parts by weight of ethyl acetate as a solvent 
26 was thoroughly stirred to obtain a uniform composition which was then used as a primer composition. There 
was obtained a plastic lens having a composition film, in the same way as In Example 1, tests were canied 
out The test results are shown in Table 2. 



30 EXAMPLE 3 



The pro*»dur6 of Example 1 was rep&ated except thai a mixture, consisting of 5.22 parts , by weight cf 
commerdaily available polyester type polyol (Desmophen 670), 4.78 parts by weigitt of commerdaliy 

35 available blocked polyisocyanate (Coronate 2507. 80% methyl ethyl ketone solution of addition product of 
few molecules of blocked hexamethylene diisocyanate a product of Nippon Polyurethane Co., Ltd), 0.10 
part by weight of dibutyltin dllaurate as a curing catalyst 0.10 part by weight of commercially available 
fluorine-containing leveling agent (Ruorad FC-430) as a leveling agent and 89.90 parts by weight of methyl 
ethyl ketone as a solvent was thoroughly stinred to prepare a unifonm composition which was then used as a 

40 primer composition. There was obtained a plastic lens having a composite film. In the same way as In 
Example 1, tests were conducted. The results are shown in Table 2. 



EXAMPLE 4 

45 " • 

The procedure of Example 1 was repeated except that commercially available non-dyeable type 
silicone based hard coat agent (TS-56-H, a Tokuyama Soda Co., Ltd.) was used to prepare a plastic lens 
having a composite film. In the same way as In Example 1, tests were conducted. The test results are 
60 shown in Table 2. 



EXAMPLES 



The procedure of Example 2 was repeated except that commercially available non-dyeable type 
silicon based hard coat agent (TS-56-H. a product of Tokuyama Soda Co., Ltd.) was used t pr pare a 
plastic lens having a composite film. In th same way as in Example 1 , tests w re conducted. The test 
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results are shown in Table 2. 



EXAMPLE S 

5 ~ 

The procedure of Example 1 was repeated except that a mixture consisting of 13.63 parts by weight of 
commercially available polyacrylate type polyol (Desmophen A565. 65% xylene solution of polyacrylate. a 
product of Sumitomo Bayer Urethane Co., Ltd.. 8.19 parts by weight of commercially available blocked 

10 polyisocyanate (BL-Z^7S), 0.15 part by weight of dibutyltin dilaurate as a curing catalyst, 0.10 part by 
weight of commercially available fluorine-containing leveling agent (Fluorad FC-430) and 77.03 parts by 
weight of methyl ethyl ketone as a solvent was thoroughly stinted to prepare a uniform composition as a 
primer composition, and a silicone-based hard coat agent (TS-56-H. a product of Tokuyama Soda Co., Ltd.) 
was used. There was obtained a plastic lens having a composite film. In the same way as in Example 1. 

15 tests were conducted. The test results are shown in Table 2. 



EXAMPLE 7 

20 

(1) Preparation of plastic lens substrate 

A mixed solution consisting of 10 parts by weight of M-(2.6-diethylphenylmaleimide), 40 parts by weight 
25 of diphenlQ add, diallyl ester, 10 parts by weight of 2J2-bis(4-acryloyloxypolyethoxyphenyl)propane wherein 
the number of ethoxy groups was 4 (BA-611, a product of Sanyo Chemical Industries, Ltd.). 20 parts by 
weight of 2,2-bis(3,5-dibromo-4-methacryloyloxyethoxyphenyl)propane. 0.1 part by weight of 2,4-dihydrox- 
ybenzopherK)ne as an ultraviolet light absoriDer and 2 parts by weight of t-butyl peroxy(2*ethythexanoate) as 
a radical polymerization initiator was cast into a mold assembled from a glass mold and a gasket made 
30 from low-density polyethylene and heated from 50 to 100* C over a period of 20 hours. The resulting lens 
was taken out from the glass mold and post-cured at 120* C for one hour. The resulting lens was found to 
be a good optical plastic lens having no internal strain. The thus-obtained lens was used as the plastic lens 
. substntJto. - - . " , . - _ 

35 

(2) Preparation, coating arKl curing of primer composition 

The procedure of item (2) of Example 1 was repeated except that the lens obtained in the akxtve item 
(1) was used. 

40 

(3) Coating and curing of silkx)ne type hard coat agent 

The procedure of item (3) of Example 1 was repeated except that the lens obtained in the above item 
45 (1) was used. 



(4) Formation of anti-reflection coating 

50 The procedure of item (4) Example 1 was repeated except that the lens obtained in the above item (1) 
was used. 

The lens obtained was measured and evaluated in the same manner as in Example 1 , and the results 
are shown in Table 2. 

55 

EXAMPLES 8 TO 12 
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The procedur of ach of Examples 2 to 6 was r peated xcept that the lens substrate obtained in 
Example 7 was used. 

The lenses obtained each was measured and evaluated in the same manner as in Example 1, and the 
results are shown in Table 2. 

5 

EXAMPLE 13 



10 

(1) Preparation of plastic lens substrate 

A mixed solution consisting of 15 parts by weight of N-(2-chlorophenylmaleimide). 30 parts by weight of 
2^-bis(3,5-dibromo-4-methacryloyloxyethoxyphenyl)propane, 15 parts by weight of tribromophenyl 

75 methacrylate, 20 parts by weight of dialfyl isophthalate. 10 parts by weight of 2,2-bis(4-acr- 
yloyloxypolyethoxyphenyl)propane wherein the number of ethoxy groups being 4 (BA-611, a product of 
Sanyo Chemical Industries. Ltd.), 10 parts by weight of benzyl methacrylate, 1.0 part by weight of 2,4- 
dihydroxybenzophenone as an ultraviolet light absorber and 2 parts by weight of t-butyl peroxy(2- 
ethylhexanoate) as a radical polymerization initiator was cast into a mold assembled from a glass mold and 

20 a gasket made from low-density polyethylene and heated from 50 to 100* C over a period of 20 hours. The 
formed lens was taken out from the glass mold and post-cured at 120* C for one hour. The resulting lens 
was found to l)e a good optical plastic lens having no internal strain. The thus-obtained lens was used as 
the plastic lens substrate. 

25 

(2) Preparation, coating and curing of primer composrtion 

The procedure of Item (2) of Example 1 was repeated except that the lens obtained in the at)ove item 
(1) was used. 

30 

(3) Coating and curing of silicone type hard coat agent 

The procedure of item (3) of Example 1 was repeated except that the lens obtaintxl In the above item 
35 (1 ) was used. 

(4) l=brmation of anti-reflection coating 

40 The procedure of Item (4) of Example 1 was repeated except that the lens obtained in the above Item 
(1) was used. 

. The lens obtained was measured and evaluated In the same manner as in Example 1 , and the results 
are shown in Table 2. 

45 

EXAMPLES 14 AND 15 

The procedure of each of Examples 5 and 6 was repeated except that the lens substrate obtained In 
50 Example 13 was used. 

The lenses obtained each was measured and evaluated in the same manner as in Example 1, and the 
results are shown in Table 2. 



EXAMPLE 16 
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(1) Preparation of plastic lens substrate 

A mixed solution consisting of 15 parts by weight of N-(2-diethylphenylmaIeimide), 20 parts by w ight 
of 2^-bis(3.5-dit)romo-4-rnethacryk)yloxyethoxyph8nyl)propane. 35 parts by weight of tribromophenyl 
methacrylate. 25 parts by weight of diallyl isophthalate. 5 parts by weight of polyethylene glycol 
dimethacrylate (n=4), 0.1 part by weight of 2-{hydroxy-5-t-octylphenyl)benztriazole as an ultraviolet light 
absorber and 2 parts by weight of t-butyl peroxypivalate as a radical polymerization initiator was cast into a 
mold assembled from a glass mokJ and a gasket made from low-density polyethylene and heated from 40 
to 100* C over a period of 20 hours. The lens fomned was taken out from the glass mold and post-cured at 
120 C for one hour. The resulting lens was found to be a good optical plastic lens having no internal strain. 
The thus-obtained lens was used as the plastic lens substrate. 



(2) Preparation, coating and curing of primer composition _ „ 

The procedure of Item (2) of Example 1 was repeated except that the lens obtained in the above item 
(1) was used. 



(3) Coating and curing of silicone type hard coat agent 

The procedure of item (3) of Example 1 was repeated except that the lens obtained in the above item 
(1) was used. 



(4) Formation of anti-reflection coating . 

The procedure of item (4) of Example 1 was repeated except that the lens obtained in the atx)ve item 
(2) was used. 

The lens obtained was measured and evaluated in the same manner as in Example 1. and the results 
are shown In Table 2. 



EXAMPLES 17 AND 18 

The procedure of each of Examples 5 and 6 was repeated except that the lens substrate obtained in 
Example 16 was used. 

The lenses obtained each was measured and evaluated in the same manner as in Example 1. and the 
results are shown in Table 2. 



EXAMPLE 19 



(1) Preparation of plastic lens substrate 

A mixed solution consisting of 20 parts by weight of N-{2-<iilorophenylmaleimide). 25 parts by weight of 
diallyl ester of diphenic add, 5 parts by weight of 2^-bi5(4-acryloyloxypolyethoxyphenyl)propane wherein 
the number of ethoxy groups being 4) (BA-ei1. a product of Sanyo Chemical Industries. Ltd.), 25 parts by 
weight of 2J2-bis(3.5-dibromo-4-methacryloyloxyetfK)xyphenyl)propane. 25 parts by weight of diallyl isoph- 
thalate, 0.1 part by weight of 2.4-dihydroxybenzophenone as an ultraviolet light absort)er and 2 parts by 
weight of t-butyl peroxy(2-ethylhexanoate) as a radical polymerization initiator was cast into a mold 
assembled fr m a glass mold and a gasket made from I w-densrty polyethylene and heated from 50 to 
lOO^C over a period of 20 hours. The lens formed was taken out from the glass mokJ and post-cured at 
120 C for one hour. The resulting lens was found to be a good optical plastic lens having no internal strain. 
Th thus-obtained lens was used as the plastic lens substrate. 
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(2) Preparation, coating and curing of primer composition 

The procedure of item (2) of Example 1 was repeated except that the tens obtained in the above item 
(1) was used. 

5 

(3) Coating and curing of silicone type hard coat agent 

The procedure of item (3) of Exampie 1 was repeated except that the lens obt^ned in the above item 
10 (1) was used. 



(4) Formation of anti-reflection coating 

75 The procedure of item (4) of Example 1 was repeated except thartfie l^^^ obtained in the atx>vo Item 
(1 ) was used. 

The lens obtained was measured and evaluated in the same manner as in Example 1, and the results 
are shown in Table 2. 

20 

EXAMPLES 20 AND 21 

The procedure of each of Examples 5 and 6 was repeated except that the tens substrate obtained in 
Example 19 was used. 

25 The lenses Qbtained each was measured and evaluated in the same manner as in Exampie 1, and the 
results are shown in Table 2. 



EXAMP1-E 22 

30 



(1) Preparation of plesSc i&n" s ubstrate --^ * ^ . 

35 A mixed solution consisting of 10 parts by weight of N-{2,6-diethylphenylmaleimide). 20 parts by weight 
of diallyl ester of diphenic add, 5 parts by weight of 2^-bis(4-acryloyloxypolyethoxyphenyl)propane wherein 
the number of ethoxy groups being 4 (BA-611, a product of Sanyo Chemical Industries, Ltd.), 25 parts by 
weight of 2,2-bis(3,5-dibromo-4-methacryloyloxyethoxyphenyl)propane, 25 parts by weight of diallyl isoph- 
thalate. 15 parts by weight of tribromophenyl methacrylate, ,0^ part by weight of 2-(hydroxy-5-t-octyl- 

40 phenyl)benztriazole as an ultraviolet light absortjer and 2 parts by weight of t-butyl peroxy{2-ethylhexanoate) 
was cast Into a mold assembled from a glass mold and a gasket made from low-density polyethylene and 
heated from 50 to 100* C over a period of 20 hours. The lens formed was taken out from the glass mold 
and post-cured at 120* C for one hour. The resulting lens was found to be a good optical plastic lens having 
no internal strain. The thus-obtained lens was used as the plastic lens substrate. 

45 

(2) Preparation, coating and curing of primer composition 

The procedure of item (2) of Example 1 was repeated except that the lens obtained in the al)ove Item 
50 (1) was used. 

(3) Coating and curing of silicone type hard coat agent 

55 The procedur of item (3) of Example 1 was repeated xcept that the lens obtained in th abov item 
(1) was used. 
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(4) F rmalion of anti-reflection coating 

The procedure of item (4) of Example 1 was repeated except that the lens obtained in the above item 
(1) was used. 

5 The lens obtained was measured and evaluated In the same manner as in Example 1, and the results 
are shown in Table 2. 



EXAMPLES 23 AND 24 

10 

The procedure of each of Examples 5 and 6 was repeated except thai the lens substrate obtained in 
Example 22 was used. 

The lenses obtained each was measured ajid evaluated in the same manner as in Example 1 . and the 
15 results are shown in Table 2. 



EXAMPLES 25 AND 26 

20 

The procedure of each of Examples 5 and 6 was repeated except that a CR-39 tens was used as the 
lens substrate. 

The lenses obtained each was measured and evaluated In the same manner as in Example 1, and the 
results are shown in Table 2. 

25 

EXAMPLES 27 AND 28 



30 The procedure of each of Examples 5 and 6 was repeated except that a CR-39 lens having a central 
thidcness of 2.0 mm was used as the lens substrate. 

The lenses .obtained each was measured and evaluated in the same manner as in Example 1, and the 
resy?tfi are shown in Table 2. : » - - 

35 

COMPARATIVE EXAMPLE 1 



The procedure of Example 1 was repeated except that a mixture consisting of 32^6 parts by weight of 
40 commerdalty available thermoplastic polyurethane (LQ 3510, 30% solution of polyurethane dissolved in 
toluene and isopropyl alcohol, a product of Sanyo Chemical Industries. Ltd.). 0.06 part by vireight of 
commercially available fluorine-containing leveling agent (Ruorad FC-430) as a leveling agent. 45.12 parts 
by weight of toluene as a solvent and 22.56 parts by weight of isopropyl alcohol as a solvent was 
thoroughly stirred to obtain a unifonfn composition as a primer composition, and the pulling-up rate during 
45 the coating with the primer composition was 10 cm/min. There was obtained a plastic lens having a 
composite film. In the same way as in Example 1 . the tests were conducted. The test results are shown in 
Table 2. 



60 COMPARATIVE EXAMPLE 2 



The procedure of Example 1 was repeated except that a mixture consisting of 16.67 parts by weight of 
commercially available thermoplastic polyurethane (LQ 3510. a product of Sanyo Chemical Industries, Ltd.). 
55 0.06 part by weight of commercially available fluorine-containing leveling agent (Fluorad FC-430) as a 
leveling agent. 55.52 parts by weight of toluene as a solvent and 27.76 parts by weight of isopropyl alcohol 
was thoroughly stinted to obtain a uniform composition as a primer composition, and the pulling-up rate 
during the coating with the primer composition was 10 cm/min. There was obtained a plastic lens having a 
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composit film. In the same way as In Example 1, the tests were conductod. The test results are shown in 
TabI 2. 



COMPARATIVE EXAMPLE 3 



The procedure of Example 6 was repeated except that the primer layer was omitted. There was 
obtained a plastic lens having a composite film. In the same way as in Example 1, the tests were 
70 conducted. The test results are shown in Table 2. 



COMPARATIVE EXAMPLE 4 

IS 

The procedure of Comparateive Example 3 was repeated except that a CR-39 lens was used as the 
lens sut>strate. 

The lenses ot>tained each was measured and evaluated in the same manner as in Example 1, and the 
results are shown in Table 2. 

20 

. COMPARATIVE EXAMPLE 5 

25 the procedure of Comparative Example 3 was repeated except that a CR-39 lens having a central 
thickness of 2,0 mm was used as the lens substrate. 

The tenses obtained each was measured and evaluated in the same manner as in Example 1, and the 
results are shown in Table 2. 

30 



35 



40 



45 



50 



55 
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TABLE 1 

No. Diameter Weight 

(mm) (g) 

1 6.35 1.04 

2 7.94 2,04 

3 8.73 2.72 

4 9.53 3.53 

5 10.00 4.08 

6 10.32 4.48 

7 11.11 5.59 

8 11.96 6.88 

9 12.30 7.60 

10 12.70 8.36 

11 13.49 10.02 

12 14.29 11.90 

13 . 15.08 13.99 

14 15.88 16.32 

15 16.66 18.89 

16 17.46 21.72 

17 18.26 24.52 

18 19.05 28.20 

19 19.84 31.87 

20 20.64 35.85 

(cont'd) 
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TABLE 1 (cont'd) 

s 

No. Diameter Weight 

(nun) (g) 

21 21.43 40.15 

10 

22 22.23 44.78 

23 23.02 49.75 
IS ■ 24 ' 23.81^ ^ 55.07' 

25 24.00 56.38 

26 25.00 63.73 

20 

27 25.40 66.84 

28 26.99 80.17 
25 29 28.58 95.17 

30 30.16 111.90 

31 31.75 130.50 

30 

32 33.34 151.10 
^ 33 34>93 - 173-80 

35 34 36.51 198.50 

35 38.10 225.60 

36 41.28 286.80 

40 

37 44.45 358.20 

38 47.63 440.60 

39 50.80 534.70 



60 
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■me primer coating compositions used in Examples 4. 5 and 6 each was measured'for the tensile 
strength and the elongation at breakag . The results are shown in Table 3 below. 

TABLE 3 



70 



75 



20 



25 





Tensile 
strength 


Elongation at 
breakage 


(kg/cm^ 


(%) 


Example 4 


110 


160 


Example 5 


98 


150 


Example 6 


85 


125 



According to the present invention, the themriosetting poiyurethane resin .s used as PO^'^*^^ 
film foTui as the impact absorber on the surface of the plastic lens substrate. Hence, when the lens 
hX ttTpo^uSianeTm is immersed in a solution of the hard coat agent ^•"P"^''^^!^'''^^ 
SrSlZS^ plastic lens manufacturing stage, the poiyurethane resin is not dissolved ou^^ so th« a 
nSSSirpl^c lens can be obtained. Further, the hard coat agent solution comprising a^l^r^" 
isToTS^ed by the poiyurethane resin. Furthemiore. the primer coating matenal mainly composed of a 
blocked iwlvisocyanate and a pdyol is used so that workability can be improved. 
^i^rSS invention has been described in detail and with reference to specific embodimente 
fher^ ; toTsLn in the art that various changes and modfications can be made therein without 
departing from the spirit and scope of the present invention. 



Claims 

1. A process for producing a plastic lens which comprises the steps of: 
nrrwiriina a orimer iavor comprising a poiyurethane on the surface of a plastic lens substrate. 
'Z^^vZX^<i4^ ^e: comprising a silicone resin on the surface of s«d pnmer layer: 

^ providing a slngle-layer or multilayer anti-reflection coaling on the surface of said hard coat layer by 

S"iiTS^L"tS*for providing s^d primer layer is a themK«et«ng polyure^ane. 
^ilrocSs forp^udng a plastic as claimed in claim 1 . wherein said primer layer ^P^^^ 
ther^oLSTSlJirSZrrs prtSrided by the steps of coating said plastic lens subst^ w«h a pnme. 
Sr^mpcSTn compri^J? a bkx*ed polyisocyanate and a polyd. and then curing the same by 

"^3" A process for producing a plastic lens as claimed in claim 1. wherein said plastic lens suteh^ 
compriis^yml obtained by radicaH>olymerizing a monomer mixture containing an N-substituted 

'^T Ap'^ foTS^ng a p^ lens as clamed in claim 2. wheiBln the proportion of ^d bk>cl«d 
polyUS^^d rSro' m 'said primer coating compositon is such that the molar rabo of isocyanate 

'"^rtZ^r^X^'^^'^^ as c^med in C^m 2, wherein sa^ Pj-^^ 
compo^on ^er com'prises a curing catalyst in an amount of from 0.1 to 5 wt% based on the total 

- ^eTprSi'CS^^i^Xrr i':^^^^^ . . wher.n s.d primer layer is .red by 
.ea«ng.ate^^.^^^^^^ - P-^ - ^ ^ 

? r p*?c^uTng a plas«c I ns as claimed in claim 1. whrerin said primer layer has a ten.le 
strength of 50 kg/cm* or more and an longation at breakage of 60% or more. 
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© A process for producing a plastic lens is dis- 
closed, which comprises the steps of: providing a 
primer layer comprising a polyurethane on the sur- 
face of a plastic lens substrate: subsequently provid- 
ing a hard coat layer comprising a silicone resin on 
the surface of the primer layer; and then providing a 
single-layer or multi-layer anti-reflection coating on 
the surface of the hard coat layer by depositing an 
inorganic material, wherein the polyurethane used for 
providing the primer layer is a thermosetting poly- 
urethane. 
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@ Process for producing plastic lens. 



< 



© A process for producing a plastic lens is disclosed, which comprises the steps of: providing a primer layer 
comprising a polyurethane on the surface of a plastic lens substrate: subsequently providing a hard coat iayer 
comprising a silicone resin on the surface of the primer layer; and then providing a single-layer or multi-layer 
anti-reflection coating on the surface of the hard coat layer by depositing an inorganic material, wherein the 
polyurethane used for providing the primer layer is a thermosetting polyurethane. 
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depositing an inorganic material, wherein the polyurethane used for providing the primer layer is a 
thermosetting polyurethane. 

DETAILED DESCRIPTION OF THE INVENTION 



The present invention will be illustrated in more detail below. 

Although there is no particular limitation with regard to the types of plastic lens substrates. CR-39 (a 
10 trade name of diethylenegtycolbisallylcarbonate made by PPG Industry) lenses, plastic lenses compound of 
polycarbonate, and plastic lenses composed of a polymer obtained by radical-polymerizing a monomer 
mixture containing an N-substituted phenylmaleimide derivative are preferred. Among these, a polymer 
obtained by radical-pofymerizing a monomer mixture containing an N-substituted phenylmaleimide deriva- 
tive is particularly preferred. 

15 The polymerization method of radical-polymerising a monomer mixture containing an N-substituted 

phenylmaleimide derivative is well known in the art as that of conventional plastic lenses (such as those 
described in the Examples hereinafter) and comprises casting a monomer mixture into a mold assembled 
from a glass mold and a gasket made from an ethylene-vinyl acetate copolymer, heating it at ■ a 
predetermined temperature for a predetermined period of time, taking out the product from the glass mold 

20 and post-curing it at a predetermined temperature for a predetermined period of time to thereby obtain a 
lens. 

In one embodiment of the present invention, a lens is coated with a primer coating composition 
comprising a blocked potyisocyanate and a polyol and the coated primer is then cured by heating to form a 
primer layer. 

25 Potyisocyanates are classified into a blocked type and a non-blocked type. Polyisocyanates that can be 

used in the present invention are limited to the blocked type. The term "blocked polyisocyanate" as used 
herein refers to a polyisocyanate wherein isocyanate groups are protected by a blocking agent. The reason 
why the polyisocyanates which are used in the present invention are limited to the blocked type is that if 
non-blocked polyisocyanates are used, the reaction of active hydrogen atoms of polyol with isocyanate 

30 groups proceeds even at room temperature and the pot life of the coating matenal is greatly shortened. On 
the other hand, the blocked polyisocyanates on heating release the blocking agent and then the reaction of 
the reformed isocyanate groups with active hydrogen atoms takes place. ' Accordingly, the blocked 
polyisocyanates have a very long pot life at room temperature. 

Examples of the blocked polyisocyanates include addition products obtained by bonding two or more 

35 molecules of hexameihylene diisocyanate, isophorone diisocyanate. 4.4 -dicyclohexylmethane diisocyanate 
or hydrogenated xylylene diisocyanate, and isocyanurates. allophanates. biurets and carbodiimides wmch 
are blocked with acetoacetic acid, malonic acid, oximes such as methyl ethyl ketoxime or the like. Preferred 
examples of the blocked polyisocyanates include blocked hexamethyiene diisocyanate. Particularly pre- 
ferred examples thereof include hexamethyiene diisocyanate blocked with an oxime such as methyl ethyl 

•io ketoxime. 

Examples of the polyols include compounds having a plurality of hydroxyl groups per molecule and a 
backbone structure of polyester, polyether, polycaproiactone, polycarbonate or polyacrylate. Preferred 
examples of the polyols include polyester polyols and polyacrylate polyols. Particularly preferred examples 
thereof include polyacrylate polyols. 
^5 The proportion of the blocked polyisocyanate and the polyol is generally such that the molar ratio of 

isocyanate groups to hydroxyl groups is from 0.8 to 1.25. and particularly preferably from 0.85 to 1.2. When 
the ratio is lower than 0.8 or higher than 1.2, the crosslink density of cured film tends to be low and impact 
resistance may not be improved. 

A curing catalyst must be used in the reaction of the blocked polyisocyanate with the polyol. Preferred 
50 examples of the curing catalyst include tertiary amine compounds, organotin compounds and organozinc 
compounds. Examples of the tertiary amine compounds include trielhylamine. N.N .N .N - 
tetramethylpropylenediamine and N.N.N N -tetramethylhexamethylenediamine. Examples of the organotin 
compounds include tin caprylate. dibutyltin diacetate and dibutyltin dilaurate. Examples of the organozinc 
compounds include zinc caprylate and zinc naphthenate. The curing catalysts particularly preferably used m 
55 the present invention include organotin compounds. Among these, dibutyltin diacetate and dibuiyitin 
dilaurate are most preferred. 

The concentration of the curing .catalyst is generally in the range of from 0.1 to 5 wt%. preferably from 
0.2 to 1.5 wt%. based on the total amount of the blocked polyisocyanate and the polyol. When the 
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provided between the plastic lens and the hard coat layer. Accordingly, even when the lens is provided with 
the anti-reflection coating on the surface of the hard coat layer, the lens meets the requirements of FDA 
Standard 801.410 and is superior in impact resistance to the lens provided with the primer layer composed 
of a thermoplastic polyurethane. Further, even when the lens provided with the primer layer according to 

5 the present invention is immersed in a hard coat solution, there is no fear that polyurethane is dissolved out 
from the primer layer into the hard coat solution and the solution is stained thereby, because polyurethane 
which is a primer component is a thermosetting resin. 

The present invention is now illustrated in greater detail by reference to the following examples which, 
however, are not to be construed as limiting the invention in any way. 

w The performance of plastic lens having a plurality of films (layers) was evaluated by the following 

methods. 



(1) Adhesion of film (layer) 

;5 

Cross-cut tape test was made in the following manner to evaluate the adhesion of film. Namely, lOO 
cuts (a cut 1 mm square) were made on the surface of a lens having films thereon. A cellophane adhesive 
tape was sticked thereon and vigorously peeled off. The number of cross-cut portions of film left intact 
without being peeled off from the lens was counted. The results were expressed by m/iOO in which m 
20 represents the number of the remaining cuts. In the result of cross-cut tape test. 100.100 means that the 
film is not peeled off at all. 



(2) Wear resistance 

25 

A plastic iens substrate having a primer layer and a hard coat layer was rubbed with #0000 steel wool. 
The damage was examined, and evaluation was made by the following criterion. 
A: Not damaged even by vigorous rubbing 
B: Slightly damaged by vigorous rubbing 
30 C: Damaged by slight rubbing 



(3) Dyeability 

A lens was immersed in a dye bath compnsing 2 parts of Plax Brown D (conventional disperse Gye. a 
product of Hattori Seiko Co., Ltd.) and 3 parts of Plax dye aid in 1.000 parts of water at 90 ' C for lO 
minutes to dye it. Visible light transmittance was measured with TOPCON Sunglass Tester (manufactured 
by Tokyo Optical Equipments Co.. Ltd.). When the measured value was not higher than 80%. dyeability was 
judged to be good. 



(4) Adhesion of anti-reflection coating 

A Si02'Zr02 type five-layer anti-rertection coating was formed on a plastic lens substrate having a 
-5 primer layer and a hard coat layer by means of vacuum deposition. The surface of the anti-reflection 
coating was rubbed with #0000 steel wool. The change in reflected color was examined and evaluation was 
made by the following criterion. 

A: Reflected color was not changed even when vigorously rubbed. 

B: The coating was marred by vigorous rubbing and the marred portion was whitened, but reflecied 
50 color of area other than marred portion was not changed. 

C: The coating was scraped oti by slight rubbing and the rubbed area was completely whitened. 



(5) Impact resistance 

Evaluation was made by means of steel ball drop-weight test. Steel balls in order of lightweight given in 
Table l were allowed to drop by gravity from a height of 127 cm towara the center of the lens. The wetght 
of the steel ball just prior to the first cracked steel ball was referred to as impact resistance. All or -he 
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(4) Formation of anti-reflection coating 

A Si02-Zr02 type five-layer anti-reflection coating was formed on the plastic lens substrate having the 
primer layer and the silicone-based hard coat layer obtained in the above item (3). The anti-reflection 
5 coating was composed of a layer of ZrOz (thickness: Xo/l2). a layer of Si02 (thickness: Xo'l2). a layer of 
Zr02 Uhickness: Xc.2). and a layer of SiOs (thickness: Xc/4) in this order from the hard coat in which \q 
represents a wavelength of light of 520 nm. 

The adhesion of film (layer), the wear resistance, the dyeability, the adhesion of the anti-reflection 
coating, and the impact resistance of the lens were measured and the results obtained are shown in Table 2 
10 below. 

It is apparent from the test results of Table 2 that the thus-obtained plastic lens having a composite filnn 
is excellent in adhesion of films, wear resistance, dyeability. adhesion of anti-reflection coating, and impact 
resistance. 



;5 
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EXAMPLE 2 



The procedure of Example 1 was repeated except that a mixture consisting of 4.27 parts by weight of 
20 commercially available polyester polyol (Desmophen 670). 6.28 parts by weight of commercially available 
blocked polyisocyanate (Burnock O-500. 65% ethyl acetate solution of addition product of few molecules of 
toluene diisocyanate blocked with ox.me. a product of Datnippon Ink & Chemical Inc.). 0.10 part by weight 
of dibutyltin dilaurate as a cunng catalyst. 0.10 part by weight of commercially available fluorine-containing 
leveling agent (Fluorad FC-430) as a leveling agent .and 89.25 parts by weight of ethyl acetate as a solvent 
was thoroughly stirred to obtain a uniform composition which was then used as a primer composition. There 
was obtained a plastic lens having a composition film. In the same way as in Example 1. tests were carried 
out. The test results are shown in Table 2. 



EXAMPLE 3 

- The procedure of Example l was repeated except that a mixture consisting of 5.22 parts by weight of 
commercially available polyester type polyol (Desmophen 670). ;.78 parts by weight of commercially 
available blocked polyisocyanate (Coronate 2507. 80% methyl ethyl ketone solution of addition product of 
few molecules of blocked hexamethylene diisocyanate a product of Nipoon Polyurethane Co.. Ltd). 0.10 
part by weight of dibutyltin dilaurate as a curing catalyst. O.lO part by weight of commercially available 
fluorine-containing leveling agent (Fluorad FC.430) as a leveling agent and 89.90 parts by weight of methyl 
ethyl ketone as a solvent was thoroughly stirred to prepare a uniform comoosition which was then used as a 
primer composition. There was obtained a plastic lens having a composite film. In the same way as m 
Example 1. tests were conducted. The results are shown in Table 2. 

-EXAMPLE 4 



The procedure of Example 1 was repeated except that commercially available non-dyeable type 
silicone based hard coat agent (TS-56-H. a Tokuyama Soda Co.. Ltd.) was used to prepare a plastic lens 
having a composite film. In the same way as in Example i. tests were conducted. The test results are 
50 Shown in Table 2. 



EXAMPLE 5 



The orocedure of E.xample 2 was repeated except that commercially available non-dyeable type 
silicone based hard coat agent (TS-56-H-. a product of Tokuyama Soda Co., Ltd.) was used to prepare a 
plastic lens hav.ng a composite film. In the same way as in Example l. tests were conducted. Tne test 
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The procedure of each of Examples 2 to 6 was repeated except that the lens substrate obtained in 
Example 7 was used. 

The lenses obtained each was measured and evaluated in the same manner as in Example i . and the 
results are shown in Table 2. 

5 

EXAfvtPLE 13 



10 



(1) Preparation of plastic lens substrate 



A mixed solution consisting of 15 parts by weight of N-(2-chlorophenylmaleimide). 30 parts by weight of 
2.2-bis(3.5-dibromo-4-methacryloyioxyethoxyphenyl)propane. 15 parts by weight of tribromophenyl 

.75 methacrylate. 20 parts by weight of diallyl isophthalate. 10 parts by weight of 2.2-bis(4-acr- 
yioyioxypolyethoxyphenyOpropane wherein the number of ethoxy groups being 4 (BA-611. a product of 
Sanyo Chemical Industries; Ltd.). 10 parts by weight of benzyl methacrylate. 1.0 part by weight of 2.4- 
dihydroxybenzophenone as an ultraviolet tight absorber and 2 parts by weight of t-butyl peroxy(2- 
ethythexanoate) as a radical polymerization initiator was cast into a mold assembled from a glass mold and 

20 a gasket made from low-density polyethylene and heated from 50 to lOO' C over a period of 20 hours. The 
formed lens was taken out from the glass mold and post-cured at i20'C for one hour. The resulting lens 
was found to be a good optical plastic tens having no internal strain. The thus-obtained lens was used as 
the plastic tens substrate. 

25 

(2) Preparation, coating and' curing of primer composition 

The procedure of item (2) of Example 1 was repeated except that the lens obtained in the above item 
(1 ) was used. 

30 

(3) Coating and curing of silicone type hard coat agent 

The procedure of item (3) of Example i was repeated except that the lens obtained in the above item 
35 (1 ) was used. 

(4) Formation of anti-reftection coating 



^0 



-(5 



The procedure of item (4) of Example 1 was repeated except that the lens obtained in the above item 
(1 ) was used. . 

The lens obtained was measured and evaluated in the same manner as in Example i. and the results 
are shown in Table 2. 

EXAMPLES 1_4 AND 15 

The procedure of each of Examples 5 and 6 was repeated except that the lens substrate obtained in 

50 Example 13 was used. 

The lenses obtained each was measured and evaluated in the same manner as in Example 1. and the 

results are shown in Table 2. 
55 EXAfvlPLE \e 
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(2) Preparation, coating and curing of primer composition 

The procedure of item (2) of Example 1 was repeated except that the lens obtained in the above item 
(1 ) was used. 



5 



(3^ Coating and curing of silicone type hard coat agent 

The procedure of item (3) of Example 1 was repeated except that the lens obtained in the above item 
JO (1 ) was used. 

(4) Formation of anti-reflection coating 

/5 The procedure of item (4) of Example 1 was repeated except that the lens obtained in the above item 

(1 ) was used. 

The lens obtained was measured and evaluated in the same manner as in Example 1. and the results 
are shown in Table 2. 



20 



25 



EXAMPLES 20 AND 21_ 

The procedure of each of Examples 5 and 6 was repeated except that the lens substrate obtained in 
Example 19 was used. 

The lenses obtained each was measured and evaluated in the same manner as in Example l. and the 
results are shown in Table 2. 

EXAMPLE 22 



30 



(1) Preparation of plastic lens substrate 

3c A mixed solution consisting of 10 parts by weight of N-(2.6-diethylphenylmaleimide). 20 paas by weight 

of diallyl ester of diphenic acid. 5 parts by weight of 2.2-bis(4>acryloyloxypolyethoxyphenyl)propane wherein 
the number of ethoxy groups being 4 (BA-6n. a product of Sanyo Chemical Industries. Ltd.). 25 pans by 
weight of 2.2-bis(3.5-dibromo-4-methacryloyloxyethoxyphenyl)propane. 25 parts -by weight of diallyl isoph- 
thatate ■ 15 parts by weight of tribromophenyl methacrylate. 0.2 paa by weight of 2-(hydroxy-5-t-octyl- 

.0 phenyObenztriazole as an ultraviolet light absorber and 2 parts by weight of t-butyl peroxy(2-ethylhexanoate) 
was cast into a mold assembled from a glass mold and a gasket made from low-density polyethylene and 
heated from 50 to 100 'C over a penod of 20 hours. The lens formed was taken out from the giass mold 
and post-cured at 120* C for one hour. The resulting lens was found to be a good optical plastic lens having 
no internal strain. The thus-obtained lens was used as the plastic lens substrate. 

-5 

(2) Preparation, coating and curing of primer composition 

The procedure of item (2) of Example 1 was repeated except that the lens obtained in the above item 
50 (1) was used. 

(3) Coating and curing of silicone type hard coat agent 

55 The procedure of item (3) of Example 1 was repeated except that the lens obtained in the above item 

(1 ) was used. 
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composite film. In the same way as in Example 1. the tests were conducted. The test results are shown in 
Table 2. 



COMPARATIVE EXAMPLE 3 



The procedure of Example 6 was repeated except that the primer layer was omitted. There was 
obtained a plastic lens having a composite film. In the same way as in Example 1. the tests were 
to conducted. The test results are shown in Table 2. 



COMPARATIVE EXAMPLE 4 

15 

The procedure of Comparateive Example 3 was repeated except that a CR-39 lens was used as the 
lens substrate. 

The lenses obtained each was measured and evaluated in the same manner as in Example 1. and the 
results are shown in Table 2. 

20 

COMPARATIVE EXAMPLE 5 



25 The procedure of Comparative Example 3 was repeated except that a CR-39 lens having a central 

thickness of 2.0 mm was used as the lens substrate. 

The lenses obtained each was measured and evaluated in the same manner as in Example \, and the 
results are shown in Table 2. 

30 
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TABLE 1 (cont'd) 



No . Diame b 8 r We iqh t 

(mm) (g) 

21 21.43 40.15 

22 22.23 44.78 

23 23.02 49.75 

24 23.81 55.07 

25 24.00 56.38 

26 25.00 63.73 

27 25.40 66.84 

28 26.99 80.17 

29 28.58 95.17 

30 30.15 111.90 

31 31.75 130.50 

32 33.34 151.10 

33 34.93 173.80 

34 36.51 198.50 

35 38.10 225.60 

36 41.28 286.80 

37 44.45 358.20 

38 47.63 440.60 

39 50.80 534.70 
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The primer coating compositions used in Examples 4. 5 and 6 each was measured for the tensile 
strength and the elongation at breakage. The results are shown in Table 3 below. 

TABLE 3 





Tensile 
strength 


Elongation at 
breakage 


(kg.cm^) 


(%) 


Example 4 


110 


160 


Example 5 "* 


98 


150 


Example 6 


85 


125 



According to the present invention, the thermosetting polyurethane resin is used as the polyurethane 
film for use as the impact absorber on the surface of the plastic lens substrate. Hence, when the lens 
having the polyurethane film is immersed in a solution of the hard coat agent comprising a silicone resin m 
the subsequent plastic lens manufacturing stage, the polyurethane resin is not dissolved out so that a 
homogeneous plastic lens can be obtained. Further, the hard coat agent solution comprising a silicone resin 
IS not stained by the polyurethane resin. Furthermore, the primer coating material mainly composed of a 
blocked polyisocyanate and a polyol is used so that workability can be improved. 

While the present invention has been described in detail and with reference to specific embodiments 
thereof, it is to one skilled in the art that various changes and modifications can be made therein without 
departing from the spirit and scope of the present invention. 



Claims 
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1. A process for producing a plastic lens which comprises the steps of: 

providing a primer layer comprising a polyurethane on the surface of a plastic lens substrate: 

subsequently providing a hard coat layer comprising a silicone resin on the surface of said primer layer: 

and 

35 then providing a single-layer or multi-layer anti-reflection coating on the surface of said hard coat layer by 
depositing an inorganic material. 

wherein said polyurethane used for providing said primer layer is a thermosetting polyurethane. 

2. A process for producing a plastic lens as claimed in claim 1. wherein said pnmer layer comprising a 
thermosetting polyurethane is provided by the steps of coating said plastic lens substrate with a primer 
coating composition comprising a blocked polyisocyanate and a polyol. and then curing the same by 
heating. 

3. A process for producing a plastic lens as claimed in claim l. wherein said plastic lens substrate 
compnses a polymer obtained by radical-polymerizing a monomer mixture containing an N-substituted 
ohenylmaleimide derivative. 

4. A process for producing a plastic lens as claimed in claim 2. wherein the proportion of said blocked 
polyisocyanate and said polyol in said primer coating composition is such that the molar ratio of isocyanate 
groups to hydroxyl groups is from 0.8 to 1.25. 

5 A process for producing a plastic lens as claimed in claim 2. where.n said primer coating 
composition further comprises a curing catalyst in an amount of from 0.1 to 5 wt% based on the total 
50 amount of said blocked polyisocyanate and said polyol. 

6. A process for producing a plastic lens as claimed in claim 2. wherein said primer layer is cured by 
heating at a temperature of from l 10 to 130 * C for from 1 5 to 90 minutes. 

7. A process for producing a plastic lens as claimed in claim 1. whrerin said primer layer has a 

thickness of from 0.1 to 2 um. 
55 8. A process for producing a plastic lens as claimed in claim 1. whrerin said primer layer has a tensile 

strength of 50 kg^cm^ or more and an elongation at breakage of 60% or more. 
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